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JEWELRY & ENAMELING

PROCESSES

Sawing

Filing
p. 25

Placing

Binding

Soldering
p. 38

Saw the wire ends,

File the base slightly flat.

Place the wire with the flattened side on the
sawed foundation, the outer edge of wire flush
with the edge of the metal foundation.

Bind the wire in place with cotter pins.
Solder together.

Making

the

Bezel

and

Bearing

p. 156

Bending
Wire

Ball

Making'
p. 120

Sawing

and

Bending

Binding
Soldering

ORNAMENT

Sterling silver sheet 24-gauge.
Make a bezel to fit the stone.
Sterling silver sheet 26-gauge.
Make a bearing to fit the bezel.

Fine silver wire 18-gauge.

Bend the wire to fit the half of the bezel as

shown in Fig. 90.

Make five balls.

Sterling silver wire 16-gauge.
Saw four lengths of wire.
Bend to pattern.

Bind together as shown in Fig. 90.
Solder together.